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(57) Abstract: A laminate wiping product is disclosed. The wiping product includes a first outer ply tliat has a textured surface. 
For example, the first outer ply can be an uncreped throughdried paper web having a three-dimensional conformation. The second 
outer ply, on the other hand, can be a smoother and softer web. The plies are laminated together by any suitable process. In one 
embodiment, the plies are embossed and nested together to form the fmal product. 
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Title of the Invention 
MULTIPLE PLY PAPER WIPING PRODUCT HAVING A 
SOFT SIDE AND A TEXTURED SIDE 
Background of the Invention 

Products made from paper webs such as bath tissues, facial tissues, paper 
towels, industrial wipers, food service wipers, napkins, medical pads and other 
similar products are designed to include several important properties. For 
example, the product sh.ould have^a relatively soft feel and, for most applications, 
should be highly absorbent. The product should also have stretch characteristics 
and should resist tearing in the environment in which they are used. The above 
properties are especially important when trying to develop a disposable paper 
wiping product that can sen/e as a substitute for conventional cloth products. 

In the past, various paper wiping products have been developed. For 
instance, in order to optimize various properties, in the past two or more 
embossed conventional paper webs have been laminated together. The present 
invention is directed to furiiher improvements in such laminated wiping products. 
In particular, the present invention is directed to a wiping product made from 
separate plies that has different surface characteristics on each side of the product 
as will be described in greater detail below. 

Summarv of The Invention 

In general, the present invention is directed to a paper wiping product made 
from at least two plies. The two outer plies of the product have different properties 
for producing a laminate that has different surface characteristics on each side of 
the product. In particular, the wiping product of the present invention includes a 
rough or textured side and a smooth and soft side. The product can be used in 
numerous applications, particularly to clean or polish any adjacent surface or 
object. 

In one embodiment, the paper wiping product includes a first outer ply 
made from an uncreped, throughdried paper web. The first outer ply can have a 
basis weight of from about 1 5 gsm to about 80 gsm, and in one embodiment, from 
about 20 gsm to about 27 gsm. The first outer ply includes a textured surface 
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having an Overall Surface Depth of greater than about 0.1 mm, and particularly 
greater than about 0,2 mm. The first outer ply can contain softwood fibers, 
hardwood fibers and high-yield fibers. For example, in one embodiment, the first 
outer ply includes high-yield fibers in an amount up to about 30% by weight in 
combination with softwood fibers. The density of the first outer ply can be less 
than about 0.3 g/cm^. 

The paper wiping product includes a second outer ply bound or laminated 
to the first outer ply. The second outer ply is generally softer and smoother than 
the first outer ply. The second outer ply has a basis weight less than the first outer 
ply and can be made from softwood fibers, hardwood fibers and high-yield fibers. 
In one embodiment, the second outer ply is made from a combination of high-yield 
fibers and softwood fibers and/or hardwood fibers. 

The second outer ply can be made from various paper making processes. 
For instance, the second outer ply can be creped or uncreped. The second outer e 
ply can also be throughdried or can be dried on a heated cylinder or daim, such as 
a felted Yankee dmm dryer. The first outer ply can be laminated to the second v 
outer ply by any suitable process. For example, in one embodiment, the first outer 
ply and the second outer ply are embossed and nested together. Altematively, 
one or both of the plies are embossed and secured together in an pin-to-pin or 
random pin-to-pin (unnested) arrangement As used herein, a "pin-to-pin" 
arrangement refers to laminating together two embossed plies in which the raised 
or embossed areas of each ply contact each other. 

Various binder materials, such as adhesives, can be used to secure the 
layers together. The adhesive can be. for Instance, a polyvinyl alcohol, an acetate 
or a starch adhesive. Alternatively, other binder materials, such as binder fibers, 
can be inserted between the plies and heated causing the plies to attach together. 
The binder fibers can be made from, for instance, any suitable thennoplastic 
polymer, such as polyester, polyethylene or polypropylene. In one embodiment, 
the binder fibers can be bicomponent fibers. For some applications, the first 
outer ply and the second outer ply should be bonded together over the entire 
surface area of the adjacent plies. Alternatively, the binder materials can be 
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applied at selected areas for attaching tlie plies together. For example, the binder 
material can be applied to the raised areas on one of the plies. 

The binder material can be applied to the plies according to any suitable 
process. For example, the adhesive, such as a latex adhesive, can be sprayed or 
printed onto the plies. Binder fibers, however, can be sprayed onto the plies or 
applied by other means. For example, in one embodiment, an air fonning system 
can be used to apply the binder fibers in between the adjacent layers. Other 
features, and aspects of the present invention are discussed in greater detail 
below. 

Definitions and Test Methods 

As used herein, "drv bu\\C is measured with a thickness gauge having a 
circular platen 3 inches in diameter such that a pressure of 0.05 psi is applied to 
the sample, which should be conditioned at 50% relative humidity and at 73^F for 
24 hours prior to measurement. The webs can have a dry bulk of 3 cc/g or greater 
The uncreped throughdried webs can have a dry bulk of 6 cc/g or greater, 
particularly 9 cc/g or greater, and more particularly between 8 cc/g and 28 cc/g. 

As used herein, "high-vield pulp fibers " are those papermaking fibers 
produced by pulping processes providing a yield of about 65 percent or greater, 
more specifically about 75 percent or greater, and still more specifically from about 
75 to about 95 percent. Yield Is the resulting amount of processed fiber expressed 
as a percentage of the initial wood mass. Such pulping processes include 
bleached chemithermomecfjanical pulp (BCTIVIP), chemithennomechanical pulp 
(CTMP) pressure/pressure thermomechanical pulp (PTMP), thermomechanical 
pulp (TMP), themiomechanlcal chemical pulp (TMCP), high-yield sulfite pulps, and 
high-yield kraft pulps, all of which leave the resulting fibers with high levels of 
lignin. High-yield fibers are well known for their stiffness (in both dry and wet 
states) relative to typical chemically pulped fibers. The cell wall of kraft and other 
non-high-yield fibers tends to be more flexible because lignin, the "mortar" or 
"glue" on and in part of the cell wail, has been largely removed. Lignin is also 
nonswelling in water and hydrophobic, and resists the softening effect of water on 
the fiber, maintaining the stiffness of the cell wall in wetted high-yield fibers relative 
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to krafl fibers. The preferred high-yield pulp fibers can also be characterized by 
being comprised of comparatively whole, relatively undamaged fibers, high 
freeness (250 Canadian Standard Freeness (CSF)or greater, more specifically 
350 CPS or greater, and still more specifically 400 CPS or greater), and low fines 
content (less than 25 percent, more specifically less than 20 percent, still more 
specifically less that 15 percent, and still more specifically less than 10 percent by 
the Britt jar test). 

"Noncompressive drvinq" refers to drying methods for drying cellulosic 
webs that do not involye compressive nips or other steps causing significant 
densification or compression of a portion of the web during the drying process. 
Such methods include through air drying; air jet impingement drying; non- 
contacting drying such as air flotation drying, as taught by E.V. Bowden, E. V,, 
Applta J., 44(1 ): 41 (1 991 ); through flow or impingement of superheated steam; 
> microwave drying and other radio frequency or dielectric drying methods; water: 
■ extraction by supercritical fluids; water extraction by nonaqueous, low surface 
tension fluids; infrared drying; drying by contact with a film of molten metal; and 
other methods. It is believed that the three-dimensional basesheets of the present 
invention could be dried with any of the above mentioned noncompressive drying 
means without causing significant web densification or a significant loss of their 
three-dimensional stmcture and their wet resiliency properties. Standanj dry 
creping technology is viewed as a compressive drying method since the web must 
be mechanically pressed onto part of the drying surface, causing significant 
densification of the regions pressed onto the heated Yankee cylinder. 

" Overall Surface Depth" . A three-dimensional basesheet or web is a sheet 
with significant variation in surface elevation due to the intrinsic structure of the 
sheet itself. As used herein, this elevation difference is expressed as the "Overall 
Surface Depth." The basesheets useful for this invention possess three- 
dimensionality and have an Overall Surface Depth of about 0.1 mm. or greater, 
more specifically about 0.3 mm. or greater, still more specifically about 0.4 mm. or 
greater, still more specifically about 0.5 mm. or greater, and still more specifically 
from about 0.4 to about 0.8 mm. 
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The three-dimensional stmcture of a largely planar sheet can be described 
in tenms of its surtece topography. Rather than presenting a nearly flat surfoce, as 
is typical of conventional paper, the molded sheets useful in producing the present 
invention have significant topographical stmctures that, in one embodiment, may 
derive in part from the use of sculptured throughdrying fabrics such as those 
taught by Chiu et al . in U. S. Patent No. 5,429,686, which is incorporated by 
reference. The resulting basesheet surface topography typically comprises a 
regular repeating unit ceil that is typically a parallelogram with sides between 2 
and 20 mm in length. For wetlaid materials, it is prefenred that these three- 
dimensional basesheet structures be created by molding the moist sheet or be 
created prior to drying, rather than by creping or embossing or other operations 
after the sheet has been dried. In this manner, the three-dimensional basesheet 
stmcture is more likely to be well-retained upon wetting, helping to provide high 
wet resiliency and to promote good In-plane permeability. For air-laid basesheets, 
the structure may be imparted by themial embossing of a fibrous mat with binder 
fibers that are activated by heat. For example, an air-laid fibrous mat containing 
thermoplastic or hotmelt binder fibers may be heated and then embossed before 
the structure cools to permanently give the sheet a three-dimensional structure. 

In addition to the regular geometrical stmcture imperiled by the sculptured 
fabrics and other fabrics used in creating a basesheet, additional fine stmcture, 
with an in-plane length scale less than about 1 mm, can be present In the 
basesheet. Such a fine stmcture can stem from microfolds created during 
differential velocity transfer of the web from one fabric or wire to another prior to 
drying. Some of the materials of the present invention, for example, appear to 
have fine stmcture with a fine suriface depth of 0.1 mm or greater, and sometimes 
0.2 mm or greater, when height profiles are measured using a commercial moire 
interferometer system. These fine peal<s have a typical half-width less than 1 mm. 
The fine stmcture from differential velocity transfer and other treatments may be 
useful in providing additional softness, flexibility, and bulk. Measurement of the 
surface stmctures is described below. 

An especially suitable method for measurement of Overall Surface Depth is 
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moir6 interferometry, which permits accurate measurement without deformation of 
the surface. For reference to the materials of the present invention, surface 
topography should be measured using a computer-controlled white-light field- 
shifted moir6 interferometer with about a 38 mm field of view. The principles of a 
useful implementation of such a system are described in Bieman et al. (L. Bieman, 
K. Harding, and A. Boehnlein, "Absolute Measurement Using Field-Shifted Moir6," 
SPIE Optical Conference Proceedings, Vol. 1614, pp. 259-264, 1991). A suitable 
commercial instrument for moird interferometry is the CADEYES® interferometer 
produced by Medar, Inc. (Farmington Hills, Michigan), constructed for a 38-mm 
field-of-view (a field of view within the range of 37 to 39.5 mm is adequate). The 
CADEYES® system uses white light which is projected through a grid to project 
fine black lines onto the sample surface. The surface is viewed through a similar 
grid, creating moird fringes that are viewed by a CCD camera. Suitable lenses and 
a stepper motor adjust the optical configuration for field shifting (a technique 
described below). A video processor-sends captured fringe images to a PC 
computer for processing, allowing details of surface height to be back-calculated 
from the fringe patterns viewed by the video camera. 

In the CADEYES moire interferometry system, each pixel in the CCD video 
image is said to belong to a moird fringe that is associated with a particular height 
range. The method of field-shifting, as described by Bieman et al. (L. Bieman, K. 
l-larding, and A. Boehnlein, "Absolute Measurement Using Field-Shifted Moir^," 
SPIE Optical Conference Proceedings, Vol. 1614, pp. 259-264, 1991) and as 
originally patented by Boehnlein (US 5,069,548, herein incorporated by reference), 
is used to identify the fringe number for each point In the video image (indicating 
which fringe a point belongs to). The fringe number Is needed to detennine the 
absolute height at the measurement point relative to a reference plane. A field- 
shifting technique (sometimes termed phase-shifting in the art) is also used for 
sub-fringe analysis (accurate detemiination of the height of the measurement point 
within the height range occupied by its fringe). These field-shifting methods 
coupled with a camera-based interferometry approach allows accurate and rapid 
absolute height measurement, permitting measurement to be made in spite of 
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possible height discontinuities in the surface. The technique allows absolute height 
of each of the roughly 250,000 discrete points (pixels) on the sample surface to be 
obtained, if suitable optics, video hardware, data acquisition equipment, and 
software are used that incorporates the principles of moir6 interferometry with 
field-shifting. Each point measured has a resolution of approximately 1 .5 microns 
in its height measurement 

The computerized Interferometer system is used to acquire topographical 
data and then to generate a grayscale image of the topographical data, said image 
to be hereinafter called 'Ihe height map." The height map is displayed on a 
computer monitor, typically in 256 shades of gray and is quantitatively based on 
the topographical data obtained for the sample being measured. The resulting 
height map for the 38-mm square measurement area should contain 
approximately 250,000 data points conresponding to approximately 500 pixels in 
both the horizontal and vertical directions of the displayed height map. The pixel 
dimensions of the height map are based on a 512 x 512 CCD camera which 
provides images of moire patterns on the sample which can be analyzed by 
computer software. Each pixel in the height map represents a height measurement 
at the corresponding x- and y-location on the sample. In the recommended 
system, each pixel has a width of approximately 70 microns, i.e. represents a 
region on the sample surface about 70 microns long in both orthogonal in-plane 
directions). This level of resolution prevents single fibers projecting above the 
surface from having a significant effect on the surface height measurement. The z- 
direction height measurement must have a nominal accuracy of less than 2 
microns and a z-direction range of at least 1 .5 mm. (For further background on the 
measurement method, see the CADEYES Product Guide, Medar, Inc., Famnington 
Hills, Ml, 1994, or other CADEYES manuals and publications of Medar, Inc.) 

The CADEYES system can measure up to 8 moire fringes, with each fringe 
being divided into 256 depth counts (sub-fringe height increments, the smallest 
resolvable height difference). There will be 2048 height counts over the 
measurement range. This determines the total z-direction range, which is 
approximately 3 mm in the 38-mm field-of-view instrument. If the height variation in 
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the field of view covers more than eight fringes, a wrap-around effect occurs, in 
which the ninth fringe is labeled as if It were the first fringe and the tenth fringe is 
labeled as the second, etc. In other words, the measured height will be shifted by 
2048 depth counts. Accurate measurement is limited to the main field of 8 fringes. 

The moire interferometer system, once installed and factory calibrated to 
provide the accuracy and z-direction range stated above, can provide accurate 
topographical data for materials such as paper towels. (Those sidlled in the art 
may confirm the accuracy of factory calibration by performing measurements on 
surfaces with i<nown dimensions.) Tests are perfomned in a room under Tappi 
conditions (73°F, 50% relative humidity). The sample must be placed flat on a 
surface lying aligned or neariy aligned with the measurement plane of the 
instrument and should be at such a height that both the lowest and highest regions 
of interest are'Within the measurement region of the instrument. 

Once prdperly placed, data acquisition is initiated using Medar's PC 
software and a height rriap of 250,000 data points is acquired and displayed, 
typically within 30 seconds from the time data acquisition was initiated. (Using the 
CADEYES® system, the "contrast threshold level" for noise rejection is set to 1 , 
providing some noise rejection without excessive rejection of data points.) Data 
reduction and display are achieved using CADEYES® software for PCs, which 
incorporates a customizable interface based on IVIicrosoft Visual Basic 
Professional for Windows (version 3.0). The Visual Basic interface allows users to 
add custom analysis tools. 

The height map of the topographical data can then be used by those skilled 
in the art to identify characteristic unit cell structures (in the case of structures 
created by fabric patterns; these are typically parallelograms arranged like tiles to 
cover a larger two-dimensional area) and to measure the typical peak to valley 
depth of such stmctures. A simple method of doing this Is to extract two- 
dimensional height profiles from lines drawn on the topographical height map 
which pass through the highest and lowest areas of the unit cells. These height 
profiles can then be analyzed for the peak to valley distance, if the profiles are 
taken from a sheet or portion of the sheet that was lying relatively flat when 
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measured. To eliminate the effect of occasional optical noise and possible outliers, 
the highest 10% and the lowest 10% of the profile should be excluded, and the 
height range of the remaining points is taken as the surface depth. Technically, the 
procedure requires calculating the variable which we temn "P10," defined at the 
height difference between the 10% and 90% material lines, with the concept of 
material lines being well known in the art, as explained by L. Mummery, in Surface 
Texture Analysis: The Handbook, Hommelwerke GmbH, MQhIhausen, Germany, 
1990. In this approach, which will be illustrated with respect to FIG. 7, the surface 
31 is viewed as a transition from air 32 to material 33. For a given profile 30, taken 
from a flat-lying sheet, the greatest height at which the surface begins - the height 
of the highest peak - is the elevation of the "0% reference line" 34 or the "0% 
material line," meaning that 0% of the length of the horizontal line at that height is 
occupied by material. Along the horizontal line passing through the lowest point of 
the profile, 100% of thaline is occupied by material, making that line the "100% 
material line" 35. In between the 0% and 100% material lines (between the 
maximum and minimum points of the profile), the fraction of horizontal line length 
occupied by material will increase monotonically as the line elevation is 
decreased. The material ratio curve 36 gives the relationship between material 
fraction along a horizontal line passing through the profile and the height of the 
line. The material ratio cun^e is also the cumulative height distribution of a profile. 
(A more accurate term might be "material fraction curve.") 

Once the material ratio curve is established, one can use it to define a 
characteristic peak height of the profile. The P10 "typical peak-to-valley heighf 
parameter is defined as the difference 37 between the heights of the 10% material 
line 38 and the 90% material line 39. This parameter is relatively robust in that 
outliers or unusual excursions from the typical profile structure have little influence 
on the P10 height. The units of P10 are mm. The Overall Surface Depth of a 
material is reported as the P10 surface depth value for profile lines encompassing 
the height extremes of the typical unit cell of that surface. Tine surface depth" is 
the P10 value for a profile taken along a plateau region of the surface which is 
relatively unifomi in height relative to profiles encompassing a maxima and minima 
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of the unit cells. Measurements are reported for the most textured side of the 
basesheets of the present invention, which is typically the side that was in contact 
with the throughdrying fabric when airflow is toward the throughdryer. FIG. 8 
represents a profile of Example 13 of the present Invention, discussed below, 
having an Overall Surface Depth of about 0,5. 

Overall Surface Depth is intended to examine the topography produced in 
the tissue web, especially those features created in the sheet prior to and during 
drying processes, but is intended to exclude "artificial!/ created large-scale 
topography fifom dry converting operations such as embossing, perforating, 
pleating, etc. Therefore, the profiles examined should be tal<en from unembossed 
regions if the tissue web has been embossed, or should be measured on an 
unembossed tissue web. Overall Surface Depth measurements should exclude 
large-scale structures such as pleats or folds which do not reflect the three- 
dimensional nature of the original basesheet itself. It Is recognized that sheet 
topography may be reduced by calendering and other operations which affect the 
entire basesheet. Overall Surface Depth measurement can be appropriately 
performed on a calendered basesheet. 

Brief Description of the Drawings 

A full and enabling disclosure of the present invention, including the best 
mode thereof to one of ordinary sl<lll in the ari:, is set forth more particularly in the 
remainder of the specification, including reference to the accompanying figure in 
which: 

Figure 1 is a cross-sectional view of one embodiment of a wiping product 
made in accordance with the present invention; 

Figure 2 Is a plan view of one embodiment of a process for forming 
uncreped throughdried paper webs for use in the present invention; 

Figure 3 is a top view of the dryer side surface of one embodiment of an 
uncreped throughdried paper web that may be incorporated into the product in the 
present invention; 

Figure 4 is a top view of the opposite of the paper web shown in Figure 3; 
Figure 5 is a plan view of one embodiment for fonming a creped paper web 
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for use in the present invention; 

Figure 6 is a plan view of one embodiment of a process for laminating 
paper webs together in accordance with the present invention; 

Figure 7 Is a plan view of an altemative embodiment of a process for 
laminating paper webs together in accordance with the present invention; and 

Figure 8 is a plan view of another altemative embodiment of a process for 
laminating paper webs together in accordance with the present invention. 

Repeat use of reference characters in the present specification and 
drawings is intended to represent same or analogous features or elements of the 
present invention. 

Detailed Description of Preferred Embodiments 

Reference now will be made in detail to the embodiments of the invention, 
one or more examples of which are set forth below. Each example is provided by 
way of explanation of the invention, not limitation of the invention. In fact, it will be 
apparent to those skilled in the art that various modifications and variations can be 
made in the present invention without departing from the scope or spirit of the 
invention. For instance, features illustrated or described as part of one 
embodiment, can be used on another embodiment to yield a still further 
embodiment. Thus, it is intended that the present invention cover such 
modifications and variations as come within the scope of the appended claims and 
their equivalents. 

In general, the present invention is directed to a laminated wiping product. 
The wiping product can be used as a paper towel, as an industrial wiper, or in 
other similar applications. The wiping product is made by combining together at 
least two different paper webs. The paper webs are attached together such that 
the wiping product has different surface characteristics on each side of the wiper. 
In particular, the wiping product includes a relatively rough or textured surface on 
one side of the laminate and a softer and smoother surface on the other side of 
the laminate. 

Referring to Figure 1, for purposes of explanation only, a cross-sectional 
view of one embodiment of a laminate wiping product generally 30 made in 
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accx)rdance with the present invention is shown. As illustrated, the wiping product 
30 includes a first paper web 32 attached to a second paper web 34. Paper web 
32 is generally heavier than paper web 34 and Includes a more textured outer 
surface. Paper web 34, on the other hand, generally has a lower basis weight 
than paper web 32 and has a smoother surface. Paper web 34 can also have a 
softer feel than paper web 32. 

Paper web 34 can be joined to paper web 32 by any suitable means. For 
instance, an adhesive can be used to attach the two webs together. The webs 
can be attached together after One web is embossed, or after both webs have 
been embossed. The webs can be joined in a nested arrangement or in an 
unnested anrangement as will be described in more detail below. 

The first paper web 32 is a web that contains high levels of bulk. Further, 
the web should have a substantial amount of wet strength and wet resilience for 
use in wet environments. As described above, the paper web should also be 
textured having a three-dimensional structure. For instance, the paper web can 
have an Overall Surface Depth of greater than about 0,2 mm, and particularly 
greater than about 0.4 mm. 

In one embodiment, the first paper web 32 is a textured web which has 
been dried in a three-dimensional state such that the hydrogen bonds joining 
fibers were substantially formed while the web was not in a flat, planar state. For 
instance, the web can be fonmed while the web is on a highly textured 
throughdrying fabric or other three-dimensional substrate. Processes for 
producing uncreped throughdried fabrics are, for instance, disclosed in commonly 
owned U. S. Patent Application Serial No. 08/912,906, "Web Resilient Webs and 
Disposable Art:icles Made Therewith" filed August 15, 1997 by Chen, et al. : and U. 
S. Patent No. 5,672,248 to Wendt, et al. ; U. S. Patent No. 5,656,132 to Faninqton, 
etal. : U. S. Patent No. 6,120,642 to Lindsay and Burazin : U. S. Patent No. 
6,096,169 to Hemnans, et al. : U. S. Patent No. 6.197,154 to Chen, etal. : and U. S. 
Patent No. 6,143,135 to Hada, et al. all of which are herein incorporated by 
reference in their entireties. 

The uncreped throughdried paper web can have a density of about 0.3 
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grams per cubic centimeter or less and a three-dimensionai surface having an 
Overall Surface Depth of about 0.1 mm or greater. The web can include a wet 
strength agent and at least about five percent (5%) by weight of high-yield pulp 
fibers, such as thermomechanical pulp. In addition to high-yield pulp fibers, the 
web can contain paper making fibers, such as softwood fibers and/or hardwood 
fibers. In one embodiment, the web is made entirely from high-yi^'d pulp fibers 
and softwood fibers. The softwood fibers can be present in an amount from about 
95% to about 70% by weight. 

Referring to Figure 2, shown is a method for making throughdried paper 
sheets in accordance with this invention. (For simplicity, the various tensioning 
rolls schematically used to define the several fabric runs are shown but not 
numbered. It will be appreciated that variations fi'om the apparatus and method 
illustrated In Figure 2 can be made without departing firom the scope of the 
invention). Shown is a twin wire former having a layered papermaking headbox 10 
which injects or deposits a stream 11 of an aqueous suspension of papermaking 
fibers onto the fonning fabric 1 3 which serves to support and carry the newly- 
fomned wet web downstream in the process as the web is partially dewatered to a 
consistency of about 10 dry weight percent. Additional dewatering of the wet web 
can be carried out, such as by vacuum suction, while the wet web is supported by 
the fonming fabric. 

The wet web is then transferred from the forming fabric to a transfer fabric 
17 traveling at a slower speed than the fomiing fabric in order to impart increased 
stretch into the web. This is commonly refen-ed to as a "rush" transfer. Preferably 
the transfer fabric can have a void volume that is equal to or less than that of the 
forming fabric. The relative speed difference between the two fabrics can be from 
0-60 percent, more specifically from about 10-40 percent. Transfer is preferably 
carried out with the assistance of a vacuum shoe 18 such that the forming fabric 
and the transfer fabric simultaneously converge and diverge at the leading edge of 
the vacuum slot. 

The web is then transfen-ed from the transfer fabric to the throughdrying 
fabric 19 with the aid of a vacuum transfer roll 20 or a vacuum transfer shoe, 
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optionally again using a fixed gap transfer as previously described. The 
througlidrying fabric can be traveling at about tlie same speed or a different speed 
relative to the transfer fabric. If desired, the throughdrying fabric can be run at a 
slower speed to further enhance stretch. Transfer is preferably earned out with 
vacuum assistance to ensure deformation of the sheet to conform to the 
throughdrying fabric, thus yielding desired bulk and appearance. Suitable 
throughdrying fabrics are described in U.S. Patent No. 5,429,686 issued to Kai F. 
Chiu et al, and U. S. Patent No. 5.672,248 to Wendt. et al. which are incorporated 
by reference. 

in one embodiment, the throughdrying febric contains high and long 
impression knuckles. For example, the throughdrying fabric can have about from 
about 5 to about 300 impression knuckles per square inch which are raised at 
least about 0.005 inches above the plane^of the fabric. During drying, the web is 
macroscopically an^anged to conform to the surface of the throughdrying fabric. 

The level of vacuum used for the web transfers can be from about 3 to 
about 15 inches of mercury (75 to about 380 millimeters of mercury), preferably 
about 5 inches (125 millimeters) of mercury. The vacuum shoe (negative 
pressure) can be supplemented or replaced by the use of positive pressure from 
the opposite side of the web to blow the web onto the next fabric in addition to or 
as a replacement for sucking it onto the next fabric with vacuum. Also, a vacuum 
roll or rolls can be used to replace the vacuum shoe(s). 

While supported by the throughdrying fabric, the web is final dried to a 
consistency of about 94 percent or greater by the throughdryer 21 and thereafter 
transfen^ed to a cam'er fabric 22. The dried basesheet 23 is transported to the reel 
24 using carrier fabric 22 and an optional carrier fabric 25. An optional 
pressurized turning roll 26 can be used to facilitate transfer of the web from carrier 
fabric 22 to fabric 25. Suitable earner fabrics for this purpose are Albany 
International 84M or 94M and Asten 959 or 937. all of which are relatively smooth 
fabrics having a fine pattern. Although not shown, reel calendering or subsequent 
off-line calendering can be used to improve the smoothness and softness of the 
basesheet. 
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Referring to Figures 3 and 4, one embodiment of an uncreped throughdried 
tissue sheet made in accordance with the process shown in Figure 2 is illustrated. 
In particular, Figure 3 is an illustration showing the dryer side of the paper web. 
while Figure 4 is an illustration of the air side of the paper web. 

In order to improve wet resiliency, the paper web can contain wet resilient 
fibers, such as high-yield fibers as described above. High-yield fibers include, for 
instance, thermomechanical pulp, such as bleached chemithemnomechanical pulp 
(BCT&P). The anraunt of high-yield pulp fibers present in the sheet can vary 
depending upon the particular application. For instance, the high-yield pulp fibers 
can be present in an amount of about 5 dry weight percent or greater, or 
specifically, about 15 dry weight percent or greater, and still more specifically from 
about 15 to about 30%. 

In one embodiment, the uncreped throughdried web can be fomied from 
multiple layers of a fiber fumish. Both strength and softness are achieved through 
layered webs, such as those produced from stratified headboxes wherein at least 
one layer delivered by the headbox comprises softwood fibers while another layer 
comprises hardwood or other fiber types. Layered stmctures produced by any 
means known in the art are within the scope of the present invention, including 
those disclosed by Edwards, et al. in U. S. Patent No. 5,494.554, which is 
incorporated herein by reference. 

In one embodiment, for instance, a layered or stratified web is formed that 
contains high-yield pulp fibers in the center. Because high-yield pulp fibers are 
generally less soft than other paper making fibers, in some applications it is 
advantageous to incorporate them in to the middle of the paper web, such as by 
being placed in the center of a three-layered sheet. The outer layers of the sheet 
can then be made from softwood fibers and/or hardwood fibers. 

In addition to containing high-yield fibers, the paper web can also contain a 
wet strength agent to improve wet resiliency. In fact, the combination of non- 
compressive drying to mold a three-dimensional paper web, coupled with wet 
strength additives and applying wet resilient fibers produces webs that maintain an 
unusually high bulk when wet, even after being compressed. 
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'Wet strength agents" are materials used to immobilize the bonds between 
the fibers in the wet state. Any material that when added to a paper web or sheet 
results in providing the sheet with a wet geometric tensile strength dry geometric 
tensile strength ratio in excess of 0.1 will, for purposes of this invention, be termed 
a wet strength agent. Typically these materials are termed either as pemianent 
wet strength agents or as "temporary" wet strength agents. For the purposes of 
differentiating permanent from temporary wet strength, permanent will be defined 
as those resins which, when incorporated into paper or tissue products, will 
provide a product that retains more than 50% of its original wet strength after 
exposure to water for a period of at least five minutes. Temporary wet strength 
agents are those which show less than 50% of their original wet strength after 
being saturated with water for five minutes. Both classes of material find 
application in the presentinvention, though permanent wet strength agents are 
believed to offer advantages when a pad of the present invention is to be reused 
or used in a wet state fora prolonged period of time. 

The amount of wet^strength agent added to the pulp fibers can be at least 
about 0.1 dry weight percent, more specifically about 0.2 dry weight percent or 
greater, and still more specifically from about 0.1 to about 3 dry weight percent 
based on the dry weight of the fibers. 

Permanent wet strength agents will provide a more or less long-term wet 
resilience to the structure. In contrast, the temporary wet strength agents would 
provide structures that had low density and high resilience, but would not provide 
a structure that had long-tenn resistance to exposure to water or body fluids. The 
mechanism by which the wet strength is generated has little influence on the 
products of this invention as long as the essential property of generating water- 
resistant bonding at the fiber/fiber bond points is obtained. 
Suitable permanent wet strength agents are typically water soluble, cationic 
oligomeric or polymeric resins that are capable of either crosslinl^ing with 
themselves (homocrosslinking) or with the cellulose or other constituent of the 
wood fiber. The most widely-used materials for this purpose are the class of 
polymer known as polyamide-polyamine-epichlorohydrin (PAE) type resins. These 
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materials have been described in patents issued to Keim (U.S. 3,700,623 and 
3,772,076) and are sold by Hercules, Inc., Wilmington, Delaware, as KYMENE 
557H. Related materials are mari<eted by Henkel Chemical Co., Charlotte, North 
Carolina and Georgia-Pacific Resins, Inc., Atlanta, Georgia. 

Polyamide-epichlorohydrin resins are also useful as bonding resins in this 
invention. IVIaterials developed by Monsanto and marl<eted under the SANTO RES 
label are base-activated polyamide-epichlorohydrin resins that can be used in the 
present invention. These materials are described in patents issued to Petrovich 
(U.S. 3,885,158; U.S. 3,899,388; U.S. 4.129.528 and U.S. 4,147.586) and van 
Eenam (U.S. 4,222,921). Although they are not as commonly used in consumer 
products, polyethylenimine resins are also suitable for immobilizing the bond 
points in the products of this invention. Another class of pennanent-type wet 
strength agents are exemplified by the aminoplast resins obtained by reaction of 
fonnaldehyde with melamine^or urea. 

Suitable temporary wet strength resins include, but are not limited to, those 
resins that have been developed by American Cyanamid and are marl^eted under 
the name PAREZ 631 NO (now available from Cytec Industries, West Paterson, 
New Jersey). This and similar resins are described in U.S. 3,556,932 to Coscia et 
al and 3,556,933 to Williams et al. Other temporary wet strength agents that 
should find application in this invention include modified starches such as those 
available from National Starch and mariceted as CO-BOND 1000. It is believed 
that these and related starches are disclosed in U.S. 4,675,394 to Solarek et al. 
Derivatized dialdehyde starches, such as described in Japanese Kokai Tokkyo 
Koho JP 03,185,197, may also provide temporary wet strength. It is also expected 
that other temporary wet strength materials such as those described in U.S. 
4.981 .557; U.S. 5,008,344 and U.S. 5.085,736 to Bjorkquist would be of use in this 
invention. With respect to the classes and the types of wet strength resins listed, it 
should be understood that this listing is simply to provide examples and that this is 
neither meant to exclude other types of wet strength resins, nor is it meant to limit 
the scope of this invention. 

Although wet strength agents as described above find particular advantage 
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for use in connection with this Invention, other types of bonding agents can also be 
used to provide the necessary wet resiliency. They can be applied at the wet end 
of the basesheet manufecturing process or applied by spraying or printing, etc. 
after the basesheet is fonned or after it is dried. 

As described above and as shown in Figure 1 , the highly textured paper 
web 32 is attached to a second paper web 34. The second paper web 34 has a 
smoother and softer surface than paper web 32. Further, the second paper web 
generally has a lower basis weight. In one embodiment, the second paper web is 
a tissue web. 

For instance, the second paper web can have a basis weight of from about 
10 gsm to about 60 gsm, particulariy from about 12 gsm to about 30 gsm, and in 
one embodiment, from about 19 gsm to about 23 gsm. 

The fiber furnish used to form the second base web can generally contain 
the same fibers described above with respect to the first paper web 32. For 
example, the second paper web can be made containing softwood fibers, 
hardwood fibers, and high-yield fibers. When present, the high-yield fibers can be 
added in the same^amount as described above. 

In order to increase softness, the second base web can contain hardwood 
fibers, such as Eucalyptus fibers. The hardwood fibers can be present in 
combination with softwood fibers and/or high-yield fibers, in general, hardwood 
fibers can be present in the second paper web in an amount of at least 10% by 
weight, particulariy from about 20% to about 60% by weight, and more particulariy 
from about 30% to about 40% by weight. 

In one embodiment, the second paper web can have a stratified fiber 
fumish having at least two principal layers, particulariy three principal layers. For 
example, in one embodiment, the web can have outer layers containing hardwood 
fibers and/or softwood fibers and a middle layer containing high-yield fibers alone 
or in combination with softwood fibers and/or hardwood fibers. The weight of each 
layer of the stratified base web in relation to the total weight of the web is generally 
not critical. For instance, the weight of each outer layer can be from about 1 5% to 
about 40% of the total weight of the web, and particulariy from about 25% to about 



18 



wo 03/057989 



PCTAJS02/39572 



35% Of the weight of the web. 

The manner in which the second base web 34 of the present invention is 
fomned may vary depending upon the particular application. In one embodiment, 
for instance, the second paper web can be an airlaid web or a web formed by 
foam forming processes, wherein the fibers are entrained or suspended in a foam 
prior to dewatering. 

In an alternative environment, the web can be wetlaid, such as webs 
formed with known paper malting techniques wherein a dilute aqueous fiber sluny 
is disposed on a moving wire to filter out the fibers and fonm an embryonic web. 
Such webs can include wet creped webs, light dry creped webs that are creped 
using an adhesive, creped throughdried webs, and uncreped throughdried webs. 
Referring to Figure 5, one embodiment of a process for producing a lightly creped 
web is illustrated. 

As showmin Figure 5, the web-forming system includes a headlDox 50 for 
receiving an aqueous suspension of fibers. Headbox 50 spreads the aqueous 
suspension of fibers onto a forming fabric 52 that is supported and driven by a 
plurality of guide rolls 54. A vacuum box 56 is disposed beneath fonning fabric 52 
and is adapted to remove water from the fiber furnish to assist in fomiing a web. 

From forming fabric 52, a fomned web 58 is transferred to a second fabric 
60, which may be either a wire or a felt. Fabric 60 is supported for movement 
around a continuous path by a plurality of guide rolls 62. Also included is a pick 
up roll 64 designed to facilitate transfer of web 58 from fabric 52 to fabric 60. The 
speed at which fabric 60 can be driven is approximately the same speed at which 
fabric 52 is driven so that movement of web 58 through the system is consistent. 
Alternatively, the two fabrics can be run at different speeds, such as in a rush 
transfer process, in order to increase the bulk of the webs or for some other 
purpose. 

From fabric 60, web 58, in this embodiment, is pressed onto the surface of 
a rotatable heated dryer drum 66, such as a Yankee dryer, by a press roll 68. 
Web 58 is lightly pressed into engagement with the surface of dryer drum 66 to 
which it adheres, due to its moisture content and its preference for the smoother of 
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the two surbces. Alternatively, an adhesive can be used to adhere the web to the 
dryer drum. As web 58 is canied through a portion of flie rotational path of the 
dryer surface, heat is imparted to the web causing most of the moisture contained 
within the web to be evaporated. 

Web 58 is then removed from dryer drum 66 by a creping blade 70. 
Creping web 58 as it is fomied reduces Intemal bonding within the web and 
Increases softness. 

In some embodiments, it is desirable to limit the amount of Inner fiber-to- 
fiber bond strength. In this regard, the fiber fumlsh used to form the second base 
web can be treated with a chemical debonding agent. The debonding agent can 
be added to the fiber sluny during the pulping process or can be added directly 
into the headbox. Suitable debonding agents that may be used in the present 
f invention include cationic debonding agents such as fatty dialkyi quaternary amine 
^. salts, , mono fatty alkyi tertiary amine salts, primary amine salts, imidazoline 
quaternary salts, and unsaturated fatty alkyI amine salts. Other suitable 
debonding agents are disclosed in U.S. Patent No. 5,529,665 to Kaun which is - 
Incorporated herein by reference. 

In one embodiment, the debonding agent used in the process of the 
present invention can be an organic quaternary ammonium chloride. In this 
embodiment, the debonding agent can be added to the fiber slurry in an amount 
from about 0.1 % to about 1 % by weight, based on the total weight of fibers 
present within the slunry. 

It should be understood, however, that the creped web produced in Figure 
5 is merely one embodiment of a soft lower basis weight paper web that can be 
incorporated in to the present invention. Creped and uncreped throughdried webs 
are suitable alternatives to webs made in accordance with the process shown in 
Figure 5. In this embodiment, however, when using a throughdryer, a relatively 
low topography fabric should be used in order to form a smooth surface on the 
web. 

The manner in which the first paper web 32 Is laminated to the second 
paper web 34 will depend upon the structure of the webs and the particular 
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application. In most applications, a binder material, such as an adhesive or binder 
fibers, is applied to one or both webs In order to join the webs together. The 
adhesive can be, for instance, a latex adhesive, a starch-based adhesive, an 
acetate such as an ethylene vinyl acetate adhesive, a polyvinyl alcohol adhesive, 
and the like. It should be understood, however, that other binder materials, such 
as thermoplastic films and fibers can also be used to join the webs. For many 
applications, the binder material should be spread evenly over the surfaces of the 
web in order to securely attach the webs together. 

In one embodiment, one or both of the webs can be embossed prior to 
adhesively attaching the webs together. Once embossed, the webs can be nested 
or in a pin-to-pin arrangement. 

Refenring to Figure 6, one embodiment of a process for laminating the first 
paper web 32 to the second paper web 34 is shown. In this embodiment, the 
second paper web 34 is embossed by an embossing roll 80 and fed through an ^ 
adhesive application station 82. In this embodiment, the adhesive application 
station is an offset printer in which a first roller 84 is dipped into an adhesive. The 
adhesive is transfen-ed to a second roller 86 and then to a third roller 88 before 
being applied to the paper web 34. It should be understood, however, that the 
adhesive can be applied to the web in other ways, such as by spraying. 

Once the adhesive is applied to the second paper web 34, the second 
paper web 34 is joined to the first paper web 32 by a pair of press rollers 90 and 
92. Once joined together, the laminate 30 Is fomied. 

Refemng to Figure 7, an altemative embodiment of a process for attaching 
the two webs together is shown. In this embodiment, both of the paper webs 32 
and 34 are embossed prior to being laminated together. For instance as shown, 
the first paper web 32 is fed through an embossing roll 100. Similar to Figure 6, in 
this embodiment, the second paper web 34 is also embossed by the embossing 
roll 80 and coated with an adhesive at the adhesive station 82. Once the adhesive 
is applied, the second web 34 is mated with the first web 32 by the press rollers 90 
and 92. Depending upon the pattern embossed into the webs and the relative 
position of the webs, the webs 32 and 34 can be joined in a nested relationship or 
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in a pin-to-pin relationship. 

One embodiment of a process for joining two webs together in a non-nested 
pin-to-pin or random pin-to-pin relationship is shown in Figure 8. As illustrated, the 
first paper web 32 and the second paper web 34 are embossed by the embossing 
rolls 80 and 1 00. The paper webs are brought in to contact with the embossing 
rolls by press rolls 102 and 104. The embossing rolls 80 and 100 have embossing 
knuckles extending outwardly from their circular periphery, and the press rolls 102 
and 104 each have an elastomer cylindrical cover. In this embodiment, the 
embossing rolls 80 and 100 are positioned with respect to each other to mesh the 
knuckles on the upper embossing roll 80 with the knuckles on the lower 
embossing roll 100. 

As shown, the paper webs 32 and 34 are fed into the nip fomried by the two 
embossing rolls. Once fed into the nip, the webs are subjected to the knuckles on 
the embossing rolls. As described above, the knuckles are positioned with respect 
to each other to mesh such that the knuckles on the embossing rolls are offset. 
The contact between the knuckles is made with sufficient force to mechanically 
work the two webs together and join them. Although not necessary, one of the 
webs can be contacted with an adhesive at the adhesive station 82. In this 
embodiment, the adhesive is applied through spraying. 

Besides the above methods for joining the webs, it should be understood 
that any suitable manner for laminating the two webs together can be used in the 
present invention. For example, various methods for attaching two webs together 
are disclosed in U. S. Patent No. 3,940,529 to Hepford etal., U. S. Patent No. 
4,100. 017 to Flautt, and U. S. Patent No. 6,136.422 to Lichtenbem, etal. . which 
are all incorporated herein by reference. 

When using an adhesive as shown in Figures 6 through 8, the adhesive 
can be applied evenly over one or more surfaces of the plies or can be applied at 
selected locations. Further, besides the use of adhesives, is should be 
understood that other binder materials can be used. For example, binder fibers 
can be applied in between the plies for bonding the plies together. When using 
binder fibers, the two plies are heated and thermally bonded together by melting at 
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least a portion of the binder fibers. 

These and other modifications and variations to the present invention may 
be practiced by those of ordinary skill in the art, without departing from the spirit 
and scope of the present invention, which is more particularly set forth in the 
appended claims. In addition, it should be understood that aspects of the various 
embodiments may be interchanged both in whole or in part. Furthermore, those of 
ordinary skill in the art will appreciate that the foregoing description is by way of 
example only, and is not intended to limit the invention so further described in 
such appended claims. 
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WHAT IS CLAIMED: 

1 . A paper wiping product comprising: 

a first outer ply comprising an uncreped, througlidried paper web, 
said first outer ply having a basis weight of from about 15 gsm to about 80 gsm 
and a textured surface having an Overall Surface Depth of greater than about 0.1 
mm; and 

a second outer ply bound to said first outer ply, said second outer ply 
comprising a paper web, said second outer ply having a basis weight less than 
said first outer ply, said second outer ply comprising softwood fibers and hardwood 
fibers and having surfaces less textured than the textured surface of the first outer 
ply. 

2. A paper wiping product as defined in claim 1 , wherein said product 
consists essentially of said first outer ply and said second outer ply. 

3. A paper wiping product as defined in claim 1 , wherein said first outer 
ply and said second outer ply are secured together by an adhesive. 

4. A paper wiping product as defined in claim 3, wherein said adhesive 
comprises polyvinyl alcohol, an acetate, or a starch. 

5. A paper wiping product as defined in claim 1 , wherein said first outer 
ply is embossed and nested together with said second outer ply. 

6. A paper wiping product as defined in claim 1 , wherein said first outer 
ply and said second outer ply are In a pin-to-pin relationship. 

7. A paper wiping product as defined in claim 1 , wherein said textured 
surface has an Overall Surface Depth of from about 0.2 mm to about 0.6 mm. 

8. A paper wiping product as defined in 1 , wherein said first outer ply 
has a basis weight of from about 20 gsm to about 27 gsm, said second outer ply 
having a basis weight of from about 19 gsm to about 23 gsm. 

9. A paper wiping product as defined in claim 1 , wherein said first outer 
ply comprises at least about 50% by weight soflwood fibers. 

10. A paper wiping product as defined in claim 9, wherein said first outer 
ply comprises up to 30% by weight high-yield fibers. 

11. A paper wiping product as defined in claim 1 , wherein said second 
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outer ply comprises a creped tissue web. 

12. A paper wiping product as defined in claim 1 1 , wlierein said creped 
second outer ply is also throughdried. 

13. A paper wiping product as defined in daim 1 , wlierein said second 
outer ply comprises an uncreped throughdried tissue web. 

14. A paper wiping product as defined in claim 1 , wherein said second 
out ply comprises at least 50% by weight eucalyptus fibers. 

15. A paper wiping product as defined in claim 1 , wherein said first outer 
ply has a density of less than about 0.3 g/cm^. 

16. A process for producing a laminated wiping product comprising: 
forming a paper web from an aqueous slurry of fibers; 
throughdrying said paper web without creping said paper web, said 

paper web having a basis weight of from about 20 gsm to about 80 gsm, said 
paper web being dried on a throughdrying fabric having fiiom about 5 to about 300 
impression l^nuckles per square inch, said knucl<les being raised at least 0.005 
inches above the plane of the fabric, wherein, during drying, the paper web is 
macroscopically rearranged to conform to the surface of the throughdrying fabric 
to form a textured surface on the web; 

and laminating said paper web to an embossed tissue web, said 
tissue web comprising soflwood fibers and hardwood fibers. 

17. A process as defined in claim 16, wherein the formed textured 
surface of the paper web has an Overall Surface Depth of greater than about 0.2 
mm, the textured surface forming an exterior surface of the laminated wiping 
product. 

18. A process as defined in claim 16, wherein the paper web comprises 
softwood fibers and high-yield fibers, said high-yield fiberc being present in the 
web in an amount up to about 30% by weight. 

1 9. A process as defined in claim 1 6, wherein the paper web is secured 
to the embossed tissue web by a binder material. 

20. A process as defined in claim 18, wherein the tissue web comprises 
soflwood fibers, hardwood fibers and high-yield fibers. 
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21 . A process as defined in claim 1 6, wherein the tissue web has a 
basis weight less than the basis weight of the paper web. 

22. A process as defined in claim 1 6, wherein the paper web and the 
tissue web are embossed and nested together during the laminating step. 

23. A process as defined in claim 16, wherein the tissue web 
comprised a creped web. 

24. A process as defined in claim 23, wherein the tissue web is 
throughdried. 

25. A paper wiping product comprising: 

a first outer ply comprising an uncreped, throughdried paper web, 
the first outer ply having a basis weight of at least 15 gsm, the paper web 
comprising softwood fibers and high-yield fibers, said first outer ply including a 
textured surface defining an exterior surface of the wiping product, the textured 
surface having an Overall Surface Depth of greater than about 0.1 mm; and 

a second outer ply secured to said first outer ply by a binder 
material, said. second outer ply comprising a paper web containing high-yield fibers 
and fibers selected from the group consisting of softwood fibers, hardwood fibers 
and mixtures thereof, said second outer ply having a basis weight less than said 
first outer ply. 

26. A paper wiping product as defined in claim 25, wherein the first 
outer ply is embossed and nested together with the second outer ply. 

27. A paper wiping product as defined in claim 25, wherein the 
second outer ply includes a surface that defines an exterior surface of the paper 
wiping product, the surface of the second outer ply being less textured than the 
textured surface of the first outer ply. 

28. A paper wiping product as defined in claim 25, wherein the first 
outer ply has a basis weight of from about 20 gsm to about 27 gsm, and said 
second outer ply has a basis weight of from about 19 gsm to about 23 gsm. 

29. A paper wiping product as defined in claim 25, wherein the 
second outer ply is creped and embossed. 

30. A paper wiping product as defined in claim 25, wherein the first 
outer ply has a density of less than about 0.3 g/cm^. 



26 



wo 03/057989 



1/7 



PCT/US02/39572 




wo 03/057989 



PCTAJS02/39572 



2/7 




wo 03/057989 



3/7 



PCT/US02/39572 




FIG. 3 



wo 03/057989 



4/7 



PCTAJS02/39572 




FIG. 4 



wo 03/057989 



PCT/US02/39572 




wo 03/057989 



PCT/US02/39572 




wo 03/057989 



7/7 



PCT/US02/39572 




• 


INTERNATIONAL SEARCH REPORT 




Int^^Pional Application No 

PCT/US 02/39572 


A. CLASSIRCATION OF SUBJECT MATTER 

IPC 7 D21H27/30 B32B29/00 D21F11/14 






According to InlemationaJ Patent Classification (IPC) or to bott) nallonai classiflcallon and IPC 






B. FIELDS SEARCHED 


Mmifnum documentation searched (dassUication ^stem followed by dasstficaiion symbols) 

IPC 7 D21H B32B D21F 


Documentation searched other than minimum documentation to the extent that si 


jch documents are Included in the fields searched 


Electronic data base consulted during the International search (name of data bas 

EPO-Internal , WPI Data 


le and, where practical, search terms used) 


C. DOCUMENTS CONSIDERED TO BE RELEVANT 


Category' 


Citation of document, wtth indication, where appiopiiate, of the relevant passages 


Retavant to claim No. 


A 


GB 2 324 314 A (KIMBERLY CLARK CO) 
21 October 1998 (1998-10-21) 
abstract 

page 17, line 25 - line 30 

examples 7-9 

Claims 1,5,6 
& US 5 672 248 A (KIMBERLY CLARK CO) 
30 September 1997 (1997-09-30) 
dted In the application 




1,16,25 


A 


US 5 656 132 A (BAHLMAN JULIA SMITH ET 
AL) 12 August 1997 (1997-08-12) 
cited In the application 
column 3, line 4 - line 6 
column 3, line 45 - line 60 
column 4, line 25 - line 40 

"~ V~ 




1,16,25 


1 ){| Furtherdocuments are listed In the continuation of box C. 


|)( j Patent family 


members are listed In annex 


" Special categories of cited documents : 

'A' document defining the genera] state of the art which Is not 

considered to be of particular relevance 
'E' earlier document but published on or after the international 

ming date 

*L' document which may throw doubts on priority clalm(s) or 
which is cited to establish the publicatlor) date of another 
dtation or other special reason (as specified) 

'O* document refentng to an oral disclosure, use, extiibition or 
other means 

■P* document published prior to the intemallonal flHng date but 
later than the priority date claimed 


T* later document published after the international filing date 
or priority date and not in conflict with the application iMJt 
cited to understand the principle or theory underlying the 

Invention 

'X* document of particular relevance: the claimed Invention 
cannot be considered novel or cannot be considered to 
involve an Inventive step when the document is taken alone 

•Y* document of particular relevance; the claimed Invention 
cannot be considered to involve an Inventive step when the 
document Is combined with one or mora other such docu- 
ments, such comMnatlon being obvious to a person skilled 
In the art 

document member of the same patent family 


Date of the actual completion of the intemaiional search 


Date of malflng of the International search report 


8 April 2003 


17/04/2003 




Name and mailing address of the ISA 

European Patent Office, P.a 5818 Patentlaan 2 
NL-2280 HV Rljswtjk 
TeL (+31-70) 340-2040, "nc. 31 651 epo nl. 
Fax: (431-70) 340-3018 


Authorized officer 

Naeslund, P 



Form PCT/ISA/210 (second sheet) (July 1992) 



INTERNATIONAL SEARCH REPORT 



C^ContlnuaUon) DOCUMENTS CONSIDERED TO BE RELEVANT 



Intej^Ponal AppUcatton No 

PCT/US 02/39572 



Category' 



Citalion of document, with bidlcalion^wtiera appropriate, of the relevant 



Relevant to dalm No. 



A,P 



WO 02 40774 A (KIMBERLY CLARK CO) 
23 May 2002 (2002-05-23) 
figures 1,2 

EP 1 149 552 A (GEORGIA PACIFIC FRANCE) 
31 October 2001 (2001-10-31) 
figures 2A,2B,3 



US 6 197 154 81 (HU SHENG-HSIN 
6 March 2001 (2001-03-06) 
the whole document 



ET AL) 



1-30 



1-30 



1-30 



Form PCT/ISA/210 (oontinuatlon of second stiaet] (July 1882) 



INTERNATIONAL SEARCH REPORT 



• 


Information on patent family members 




"bi^l^nal Application No 

PCT/US 02/39572 


Patent document 
dtBd in search report 


Publfcatlon 
date 


Patent family 
member(s) 


Publication 
ctatB 



GB 2324314 



21-10-1998 



US 


5672248 


A 


30-09-1997 


6B 


2324315 


A .6 


21-10-1998 


GB 


2324316 


A .B 


21-10-1998 


GB 


2324317 


A ^B 


21-10-1998 


AU 


690960 


B2 


07-05-1998 


AU 


1641295 


A 


19_10-i9Q5 


AU 


722580 


B2 


10-08-2000 

J>V WW bWww 


AU 


3499099 


A 


19-08-1999 


AU 


705757 


B2 


w^ \iw 


AU 


7743998 


A 


08-10-1998 

W JLw A^^U 


BR 


9501524 


A 


14-ll«ig95 


CA 


2134594 


Al 


13-10-1995 


CA 


2142805 


Al 


13-10-1995 

Xw Xw X^^w 


CN 


1306122 


A 


01-08-2001 

w A WW bWWiL 


CN 


1120616 


A B 


X/ \#"T X^^w 


DE 


69518784 


Dl 


19-10-2000 

J> AW ^WWW 


DE 


69518784 


T2 


12-04-2001 

AKa w ^ bWWA 


EP 


0677612 


A2 


18-10-1995 

XU Xw X^^w 


ES 


2149290 


T3 


01-11-2000 

WA AA bWWW 


FR 


2718470 


Al 


13-10-1995 

X XU X^<7w 


FR 


2735155 


Al 


13-12-1996 


GB. 


2288614 


A ,B 


25-10-1995 


GB 


2319537 


A ,B 


27-05-1998 


GB 


2319538 


A ,B 


27-05-1998 


GB 


2319539 


A ,B 


27-05-1998 


JP 


8003890 


A 


09-01-1996 


US 


5746887 


A 


05-05-1998 


US 


6017417 


A 


25-01-2000 


ZA 


9502942 


A 


20-12-1995 



12-08-1997 US 


5607551 


A 


04-03-1997 


US 


6171442 


Bl 


09-01-2001 


US 


5932068 


A 


03-08-1999 


AU 


696805 


B2 


17-09-1998 


AU 


4517897 


A 


12-02-1998 


AU 


696806 


B2 


17-09-1998 


AU 


4518097 


A 


12-02-1998 


AU 


696804 


82 


17-09-1998 


AU 


4518197 


A 


12-02-1998 


AU 


687081 


B2 


19-02-1998 


AU 


7243894 


A 


17-01-1995 


BR 


9407016 


A 


10-09-1996 


CA 


2103342 


Al 


25-12-1994 


CN 


1128551 


A ,B 


07-08-1996 


DE 


9422107 


Ul 


19-02-1998 


DE 


69406502 


01 


04-12-1997 


DE 


69406502 


T2 


26-03-1998 


EP 


0631014 


Al 


28-12-1994 


ES 


2107710 


T3 


01-12-1997 


FR 


2708453 


Al 


10-02-1995 


FR 


2715047 


Al 


21-07-1995 


FR 


2715048 


Al 


21-07-1995 


FR 


2715049 


Al 


21-07-1995 


FR 


2715050 


Al 


21-07-1995 


FR 


2715175 


Al 


21-07-1995 


GB 


2279372 


A ,B 


04-01-1995 


GB 


2305674 


A ,B 


16-04-1997 


GB 


2304123 


A ,B 


12-03-1997 



Fbnn PCT/ISA/&10 (patent famfy mat) (JuV 1982) 



INTERNATIONAL SEARCH REPORT 





Uiton 


nation on patent family members 




Inte^^isnal Applleatlon No 

PCT/US 02/39572 


Patent document 
dted in search report 


Publication 
date 


Patent temlly 
meinber(6) 


Publication 
date 



us 5656132 A HK 1003036 Al 30-09-1998 

OP 8511836 T 10-12-1996 

WO 9500706 Al 05-01-1995 

US 5772845 A 30-06-1998 



UO 0240774 A 23-05-2002 AU 3968802 A 27-05-2002 

WO 0240774 A2 23-05-2002 



EP 1149552 A 31-10-2001 EP 1149552 Al 31-10-2001 

CA 2344279 Al 28-10-2001 
US 2002060000 Al 23-05-2002 



US 6197154 Bl 06-03-2001 



Fomi PCT/ISA/210 (patent tamlV aimox) (JuV 1992) 



AU 


734608 B2 


21-06-2001 


AU 


1369999 A 


24-05-1999 


CA 


2308284 Al 


14-05-1999 


CN 


1283243 T 


07-02-2001 


EG 


21894 A 


30-04-2002 


EP 


1027494 Al 


16-08-2000 


JP 


2001521999 T 


13-11-2001 


WO 


9923299 Al 


14-05-1999 


ZA 


9809270 A 


16-04-1999 



